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Process for producing alginates having improved physical 
properties, and the use of said alginates. 



The present invention relates to the preparation of 
alginates having improved physical properties, especially 
with respect to the formation of gels having inorganic or 
polyvalent organic ions. Said modified alginates are 
intended to be used for immobilizing and encapsulating 
enzymes and/or cells for use in biotechnological 
processes . 

Using alginate gels as an immobilizing material has 
several deficiencies, two of them being: 

1) Calcium alginate gels are destabilized by compounds 
having affinity for calcium, for instance EDTA, citrate, 
lactate and phosphate, as well as high concentrations of 
cations such as Na + , K + and Mg ++ ; 

2) Alginates currently used have a high degree of 
chemical heterogenity and provide gels having pores of 
such great size that proteins - enzymes and other macro - 
molecules - can leach out, at the same time as the size 
distribution of the pores is difficult to control. 

Alginate is the most important structural poly- 
saccharide in marine brown algae and is used for several 
industrial purposes wherein the properties of the polymer 
are utilized as a polyelectrolyte - for instance for gel 
formation and thickening purposes - and also for its water 
and ion binding capacity. 

The purpose of the present invention, thus, is to 
prepare alginates having physical properties satisfying 
the requirements for increased gel strength and stability 
and better controllable pore size. 

Chemically seen, alginate is a polyuronide built up 
from two uronic acids, viz., D-mannuronic acid (M) and the 
C-5-epimer L-guluronic acid (G) . They are arranged in 
such fashion that the polymer is further built up from 
three types of sequence: (G)-rich sequences called 
G-blocks, (M)-rich sequences called M-blocks and alter- 
nating structure symbolized by (MGMGMG) . 
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The alginate's ability to form a gel by ionic binding, 
and the properties of said gel depends both on the 
relative content of the two uronic acids and on the 
distribution of the guluronic acid units along the chain, 

A high content of (G) -blocks yields , for instance f an 
alginate with great gel-forming capacity, which, techni- 
cally seen, is a valuable property of the polymer.. 
The present invention is based on the following: 
The alginate is synthesized in the alga as poly- 
mannuronic acid and is thereafter modified by an enzyme, 
mannuronan-C-5epimerase, which converts D-mannuronic acid 
residues into i-guluronic acid residues within the chain. 

When said enzyme affects the alginate, both the relative 
content and the uronic acid sequence will be changed and, 
consequently, its physical properties. 

Thus, the invention relates to a process for producing 
alginates having improved physical properties such as 
increased gel strength, by using enzymatic modification on 
a polymeric level. The process is characterized in that 
alginates derived from brown algae or bacteria are 
inoculated with an enzyme preparation. 

As such an enzyme preparation is preferably used a 
C-5-epimerase preparation, more preferably an alginate 
lyase-free mannuronan-C-5-epimerase produced from the 
earth bacterium Azotobacter vinelandii . 

The present invention also comprises the use of the 
thus modified alginates for immobilizing enzymes, cell 
organelles and cells by entrapment in gels of alginate or 
alginate having suitable cations, as well as by immobi- 
lizing biocatalysts by encapsulation in alginate poly- 
cation microcapsules. 

The mannuronan-C-5-epimerase may be isolated from 
cultures from the earth bacterium Azotobacter vinelandii . 
which produces both alginate and epimerase extracellu- 
larily. The fact that the enzyme is extracellular is a 
great advantage in the isolation process, and it also 
indicates that the enzyme may function freely in solution 
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independent on intracellular factors, which is favourable 
to a technical exploitation of the invention. 

The use of immobilized enzymes as catalysts has 
obtained still greater importance in industry and will, in 
the years to come, become one of the most important 
expansion areas for biotechnology. Immobilized enzymes 
are often more stable, but first and foremost, they are 
easier to handle than free, soluble enzymes and may be " 
used in continuous processes. 

In addition to immobilizing simple enzymes there has 
also been developed techniques for immobilizing whole 
cells. The cells may serve as carriers for a single 
enzyme, such that isolation of the enzyme is unnecessary 
before immobilizing, or several enzymes may also be used 
in the cell in order to catalyse multistep processes (for 
instance synthesis of hormones, proteins, etc.). 

We have tried out the epimerizing of a plurality of 
high polymer alga and bacterium alginates having varying 
block structures and formulation, and the conclusions are 
that all of the alginates can be epimerized to a 
substantial degree. The epimerization degree varies from 
60 to 90 percent depending on the original block structure 
of the alginates and for some alginates this yields more 
than a doubling of the gel strength measured in 2 percent 
homogenous Ca-alginate gels. 



Examples 



Example 1 

Sodium alginate derived from Laminar^ djg i^a, in an 
amount of 0.07% by weight, was dissolved in cationic 
buffer, 0.05M collidine pH 7.0 and Ca 2+ 6.8mM. This was 
incubated with a lyase-free C-5-epimerase preparation from 
A, vinelandii at 30'C for 8 hours. The epimerization 
degree, measured by means of high solution n . m. r . -spectro- 
scopy, shows an increase of the guluronic acid content 
from 41% to 69% (see the Table). 
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Example 2 . 

Sodium alginate from Macrocvstis pvrifera . in an 
amount of 0.07% by weight, was dissolved in cationic 
buffer, 0.05M collidine pH 7.0 and Ca 2 * 6.8mM. This was 
incubated with a lyase-free C-5-epimerase preparation from 
A. vinelapriir at 30*C for 8 hours. The epimerization 
degree, measured by means of high solution n.nur. -spectro- 
scopy, shows an increase of the guluronic acid content 
from 37% to 62% (see the Table). 

Example 3 

Sodium alginate from Laminar ia hvperborea . in an 
amount of 0.07% by weight was dissolved in a cationic 
buffer, 0.05M collidine pH 7.0 and Ca 2+ 6.8mM. This was 
incubated with a lyase-free C-5-epimerase preparation from 
A. vinelandii at 30* C for 8 hours. The epimerization 
degree, measured by means of high solution n.nur. -spectro- 
scopy, shows an increase of the guluronic acid content 
from 68% to 79% (see the Table). 

Example 4 

Sodium alginate from Laminaria dicritata containing 40% 
guluronic acid is treated with C-5-epimerase from 
A. vinelandii 

2+ 

at pH 7.0 and Ca 0.68mM for 6 hours at 30° C. The 
modified alginate contains 63% guluronic acid. Gel 
strength measurements on homogenous 2% calcium gels show a 
gel strength of 3.8 N/cm 2 and 9.6 N/cm 2 in native and 
enzyme modified alginate, respectively (see Figure 1). 
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TABLE 



Composition and GG content of the polymer before and after 
enzymatic modification measured by 
high solution 1 H-n.ra.r. -spectroscopy 



Before After 
Source epimerization epimerization 

F G F M F GG F G F M F GG 



Laminaria diaitata 0.41 

Laminaria hvoerborea 0. 68 

Macrocvstis nvrifera 0.37 

Elachistae sp. 0. 68 

Dichtiosvphon f oe nicula . 0.67 

Ascophvllum nodosum 0.36 

Azotobacter vinelandii 0.45 
deacetylated 



0.59 


0. 


25 


0.69 


0. 


31 


0.54 


0.32 


0. 


57 


0.79 


0. 


21 


0.67 


0.63 


0. 


14 


0.62 


0. 


38 


0.32 


0.32 


0. 


64 


0. 89 


0. 


11 


0.85 


0.33 


0. 


61 


0.81 


0. 


19 


0.75 


0.64 


0. 


16 


0.63 


0. 


37 


0.39 


0.55 


0. 


41 


0.69 


0. 


33 


0.54 
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Claims 

1 . A process for producing alginates having improved 
physical properties, for instance increased gel strength, 
comprising inoculating alginates derived from brown algae 
or bacteria with an enzyme preparation, 

2. The process of claim 1, wherein said enzyme prepa- 
ration is a C-5-epimerase preparation. 

3. The process of claim 1 or 2, wherein said 
mannuronan-C-5epimerase preparation is derived from 
Azotobacter vinelandii . 

4 . The use of alginates modified by the process according 
to any one of the preceding claims, for immobilizing 
enzymes, cell organelles and cells by gel entrapment in 
alginate gels or microcapsules of alginate and poly- 
cations . 
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Ffg.1 

Gel strength measured on 2% alginate gels as a function 
of the guluronic acid content, 1. Microcystis; 
2 V Acophyllum ; 3, Laminar ia digitata ; @ Enzyme treated 
with L. digitata . 




INTERNATIONAL SEARCH REPORT 

International Application No 



PCT/NO85/00080 



t ClA.8irtCAT.ON OF SUSJKCT MATTER (a .ever.! ctaaemcauon aymbol. app!,, indicate eu~ 

c u a C 06 B 37/ ° 4 ' ° 12 " U/1 ° " < c 12 p 19 ' 04 < 



it nttoa SEARCHED 



Minimum Documentation Searched * 



Ctasalflcatton System 



IPC 4 
US CI 



Classification Symbols 



tvoj ciTi, fjlo* 37/04; c 12 R l!065! c 12 H 

536; 3; 435:101; 195:31 



Documentation Searched other than Minimum Documentation 
to the Extent that auch Document* are Included In the Field ■ Se ar c h ed • 



SE, NO, DK, Pi classes as above 



lit DOCUMENTS CONSIDERED TO ME RELEVANT ' 



Category « | Citation of Document. " with Indication, where appropriate, of the relevant 



X,Y 



X,Y 



X,Y 



X,Y 



j Relevant to Claim No. " 



S^JS 1 * bstracts ' 75, (1971) abstract 

No 564k, Carbohyd Res, 1971, 17(2), 297- 
308 (Eng.) 

Derwents abstract No 13334 D/08, SU 
742 434 

1984-04?27 tra ° tS ° f JP 59 ~ 74984 ' P«blisbed 

S^SS ab ^ tr ^ C i S ' Vo1 76 ' ^ 19? 2)r abstract 
No 31806r, Carbohyd Res 1971, 20(2), 225-32 
( Eng ) . 

S e ?^?o ab ^ rac ^< Vol 72, (1970), abstract 
557-9 (Eng) Bio P h y s * Acta 1969 ' 192(3), 

? e ?^V bstracts ' Vo1 101 ' 1984 < abstract 
STo 166114u, Gums. Stab. Pood. Ind.Appl.Hydro- 
=ol loads, Proc. Int. Conf. 2 nd 1983, 
(publ. 1984), 523-528 (Eng). 



1-3, 4 



1-3, 4 



1-3, 4 



1-3, 4 



# Special categories of cited documents: «o 

-A" document oetming the general state of the art which la not 
considered to be of particular relevence 

T?! r%m '-?? cmm * **** P«bfc«hed on ox stter the international 
filing data 

*l" document which may throw doubts on priority cfaim<s) or 
which is cHed to establish the publication date of another 
citation or other special reason (aa specified) 

-<T document referring to an oral disclosure, use. exhibition or 
otner means 

"P" document published prior to the international filing date but 
later than the priority date claimed 



IV. CERTIFICATION 



" r Ut « r document published after the IntoniaJionai flUng date 
or priority date and not in conflict with the application but 
cited to understand the principle or theory undartying the 
invention 

-X- document of particular relevance; the claimed invention 
cannot be considered novel or cannot be considered to 
Involve en inventive step 

"Y" document of particular relevance;' the claimed Invention 
cannot be considered to involve en inventive etep when the 
document ie combined with one or more other such docu- 
ments, such combination being obvioue to a person skilled 

in tna art. 

*4- document member ol the same patent family 



Date of the Actual Completion of the International Search 
11986-04-04 



fnternatlonal Searching Authority 

[Swedish Patent Office 



Data of Mailing of this International Search Report 

1986 -04- 0 8 



Signature oi^uthoriied Officer 

r vonne Siosteen 



Form PCT/ISA/210 (second sheet) (Jsnusry 1065) 



International Application No. pCT/NO85/00080 



III. DOCUMENTS CONSIDERED TO IE RELEVANT (CONTINUED FROM THE SECOND SHEET) 


Category* 


Citation of Oocuroonu with indication, wham appropriate of tna ralavant pasaaoaa 


Ratevant to Claim No 


X,Y 


Chemical abstracts , Vol 82, 1975/ abstract 
No 167310f, Proc. Int. Seaweed Symp 7 th 
1971, (Publ 1972) , 491-495 (Eng). 




1-3, 4 


A 


Chemical abstracts, Vol 95, 1981, abstract 
No 147178 j, Nippon Suisan Gakkaishi 1981, 
47(7), 889-93 (Eng). 

• 

- 




1-4 



Form PCT.ISA/210 (axtra ah«at) (January 1M5) 



